In the Specification : 

Please add the following new heading and paragraph before paragraph [0001] such 
that they read as set forth below. 
Cross-Reference to Related Application 

This is a Continuation of AppUcation Serial No. 10/074,757, filed February 1 1, 

2002, which is incorporated herein in its entirety by reference. 



Please replace paragraph [0010] with the following amended paragraph set forth 

below. 

The present invention provides a composition for chemical-mechanical 
polishing which comprises at least one abrasive particle having a surface at 
least partially coated by a catalyst. The catalyst comprises a metal other than a 
metal of Group 4(b), Group 5(b) or Group 6(b) of the Periodic Table of 
Elements. Generally, metals of Group 1(b) or Group 8 are suitable candidates, 
as are metals having a standard oxidation potential of fi"om about -0.52 to 
about -0.25 eV. It is believed that the catalyst-coated abrasive favorably 
interacts with any one of a number of oxidizing agents typically employed in 
chemical-mechanical pohshing compositions. Thus, the composition also 
comprises such an oxidizing agent. The oxidizing agent is preferably in the 
form of an organic or inorganic per compound, although other oxidizing 
agents, such as hydroxylamine for example, may be used. 

Please replace paragraph [0013] with the following amended paragraph set forth 

below. 

The composition provides very desirable material removal rates, for 
example, up to 15,000 Angstroms (A) per minute, in a CMP process. This 
removal rate is so good that it may be desirable to adjust the composition or the 
CMP process to bring the rate down to a level suitable for certain applications, 
such as the CMP of very thin films, for example, a copper fihn of about 3000 
A in thickness. The composition is effective when used in conventional CMP 
processes, as well as CMP processes having relatively low carrier pressures. 
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Substrates polished using the composition show good uniformity values, as 
reflected by relatively low within-wafer nonuniformity percentages. For 
example, in one example provided herein, the within-wafer nonuniformity of 
the poHshed substrate was about 4.57 percent. 

Please replace paragraph [0017] with the following amended paragraph set forth 

below. 

The composition generally comprises at least one oxidizing agent and 
at least one abrasive that is at least partially coated by a catalyst, as further 
described herein. Typically, the abrasive component comprises a portion of 
abrasive that is coated with catalyst (sometimes referred to herein as "coated 
catalyst abrasive ") and a portion of abrasive that is not coated with catalyst 
(sometimes referred to herein as "normal abrasive"), although only the former 
need be present. For example, the abrasive may comprise a ratio of coated 
abrasive to normal abrasive of about 1 to about 9. Each of the components of 
the composition and typical, preferred, and more preferred amounts thereof, in 
approximate weight percent (wt. %) relative to the composition, are provided 
below in Table 1. 
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